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AMENDMEN TO THE CLAIMS 
This listing of claims will replace all prior versions, and listings^ of claims in 
the ^plication: 

Listing of Claims ! 

Claims 1-22 (canceled) 

23. (cuiraitly amended) An elastic article ccmiprising 

a) an active ingredient comprismg at least an enzvme: and 

b) a matrix fomied from a polymeric nmterial and a plastids^» provided fha^ 
when tte plasliciser consists of water, said water is pxesmt at a level eat at 
least 3% by weight, 

wherein the article is adapted to deliver the active ingredient to an aqueous 
environment; wherein said article has a mean particle size of from about 50 to 
about 4000 microns: said matrix oompria es has a glass transition temperature (Tgl 
^below about SO^C; and wherein at least a part of said active ingredient is 
present in the matrix. 

24. (currently amended) The elastic article according to claim 23» whmin said active 
ingredient is active in aqueous environments and wherein said article is water 
dispeisible, water-<]isintegrating or wat^ soluble. 

25. (currently amended) Hie elastic article according to claim 23» wherein said 
matrix oompriaes has a Tg ^between about -20°C and about 20*^0 and an elastic 
modulus of less ttian 1 GNjm'^ 

26. (currently amended) Hie elastic article according to claim 23, wherein said article 
is in the form of a foam which is stable upon contact with air and unstable upon 
contact with water. 

27. (currently amended) The clastic article according to claim 23, wherein said article 
comprises from about 30% to about 90% by weight of the matrix, from about 
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S% to about 70% by wetgjit of water and fiom about 1% to about 15% by 
wei^t of plasticiser 

28-33 (canceled) 

34. (previous presented) The elastic article according to claim 23, in^ierein the 
polymoric material comprises a water soluble polymer. 

35. (currently amended) The elastic article according to claim 23, wherein said article 
compris e s has a relative density of fiom about 0.05 to about 0.9. 

36. (cunently amended) The elastic article according to claim 23, further comprising e 
closed cells and m open cells, wherein the ratio of closed to open cells is at least 
ItoL 

37. (previously presented) The elastic article according to claim 23, >ft1>erein said 
active ingredient is selected fiom the groi^ consisting of: cleaning product 
ingredioits, fabric care ingredirats, pharmaceutical ingredients, cosmetic 
ingredient, and mixtures thereof. 

38. (currently amended) The elastic article according to claim 23, wherein said active 
inpiedicnt fiirtfaer comprising an ingredient is selected fiom the group consi^ii^ 
o£ e nzym es i, peifimies, surfactants, brighteners, dyes, suds suppressers, bleaches, 
bleach activators, fabric softeners, &bric conditioners, antibacterial agents, 
effervescing systems and mixtures thereof. 

39-41. (canceled) 

42. (currratly amended) The elastic article according to claim 23, wherein said article 

comprises a cleaning composition, fiibric care composition, cosmetic composition, personal care 
comnosition or pharmaceutical conqmsition and imxtures th e r e of. 
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43. (previously presented) A cleaning composition, fabric care composition, cosmetic 
composition, personal care composition or pbarmaceutica] composition 
comprising the elastic article according to claim 23. 

44. (curcentiy amended) A method of delivoing active ingredients, said method 
comprising the step of incoipomting said active ingredient into the elastic article 
of claim 23 and delivering said active ingredimt to an aqueous environment; 
wherein said active ingredient[[s]l are isa detergent active ingredient[[s]]. 

45. (currently amended) A method of using an elastic article in a composition, said 
method comprising the steps of incorporating the elastic article of claim 23 into a 
composition, said composition being selected ftom the group consisting of: 
cleaning compositions, falxic care compositions, personal care compositions, 
cosmetic compositions^ pharmaceutical compositions and mixtures thereof. 

46. (currently amended) The method of claim 45, further compositing the step of 
incorporating into said composition an active ingredient selected firom the group 
con^ting of: enzymes, poftmes, surfactants, brighteners, dyes, suds siqipressers, 
bleaches, bleadi activators, fabric softeners, febric conditioners, antibacterial 
agCTts, effervescing systems, and mixtures thereof. 

47. (new) A process for producing a foamed elastic article of claim 23, said process 

comprising the steps of 

a. obtaining a mixture of a polymeric material and a plasticiser; 

b. chemically or physically introducing gas in said mixture; 

c. prior to, simultaneously with or subsequent to step (b), adding an active 
ingredient to said mixture; and 

d. shaping of articles produced following step (c). 

48. (new) The process according to claim 47, wherein the plasticizer comprises water 
so that the mixture of step (a) is an aqueous mixture and wherein during step (b). 
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(c) and/or (d), water is removed such that the resulting article comprises at least 
3% by weight of free moisture. 

49. (new) The process according to claim 47, wherein the shying stq> (d) is 
performed by spraying, exinision, moulding or miciopastillisation. 

50. (new) A process for producing an elastic article of claim 23 having ceUs within, 
said process comprising tte steps of 

a. forming a mixture of a polymeric material, an active ingredient, a plasticizer 
and a liquid; 

b. sh^ng a resultant body fiom step (a); and 

c. evaporating at least a portion of liquid to form ^lacings in the mixture ^^ch 
form an inner area of cells within the elastic article. 

5L (previously presented) The process according to claun 50, vrtierein step (c) is 
performed by freeze drying or by heating the body thereby causing at least a 
portion of the liquid to evaporate. 
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